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A/j- eather Finishing Agent 

The invention relates to a liquid agent having a long shelf 
life, which is used in wet dressing of leather and enables 
simultaneous retanning, lubricating and other finishing of 
leather in a single bath. 

Wet dressing of leather comprises several operations. Dur- 
ing neutralization, the pH value is regulated as required 
in further processes, using inorganic or organic salts with 
alkaline reaction. Lubrication is responsible for the soft- 
ness of the leather by incorporating lubricating substances 
reducing the friction between structural elements of the 
leather. In retanning, at last, leather character, body, 
and grain crack resistance, among other things, are ad- 
justed using vegetable, mineral or synthetic tanning 
agents. These operations are carried out successively, par- 
tially in separate baths. The current state of development 
has been described in e.g. Magerkurt, B. : "Aktuelle Ge- 
sichtspunkte und Stand der Technik im Bereich der NaBzu- 
richtung und Zurichtung" , in: Das Leder H.l, 1996, pp. 
7-14, and in "Bibliothek des Leders" , Vol. 3, Faber, K., 
"Gerbmittel, Gerbung und Nachgerbung" (Umschau Verlag, 
Frankfurt/Main, 1984), and Vol. 4 Hollstein, M., "Entfet- 
ten, Fetten und Hydrophobieren bei der Lederherstellung" 
(Umschau Verlag, Frankfurt/Main, 1987) . 

To achieve an efficient procedure, numerous attempts have 
been made to combine the individual, or all of the sub- 
processes into a single operation. Thus, for example, 
Wachsmann, H. in: Das Leder, H.6, 1981, pp. 109-112, de- 
scribes a compact procedure wherein all of the operations 
are carried out in a single bath, yet still in succession, 
using a variety of different products. At the same time, 
Wachsmann points out the difficulties arising therein, 
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namely, the compatibility of the products employed. Indeed, 
the main problem is that the products required for these 
sub-processes are not miscible with each other, being un- 
stable in the production of use-relevant emulsions, sepa- 
rating into their components, or even causing mutual pre- 
cipitation. Even when using conventional emulsifiers, the 
production of stable, liquid formulations that would also 
yield stable emulsions has not been possible as yet. 

DE-OS 196 53 549 therefore provides a preferably solid 
agent for such a compact product, i.e., the components re- 
quired must be subjected to e.g. spray drying in order to 
obtain a form having long shelf life. Explicit reference is 
made to the instability of liquid formulations. Even when 
producing an at least eightfold dilution, the way in which 
these formulations are commonly used, no stable emulsions 
are being formed wherein the micelles would include both 
tanning agent and lubricant molecules. This can only be 
achieved temporarily by using ultrasound. However, an ul- 
trasonic treatment of the emulsions prepared a short time 
prior to use is complex and generally not available to the 
users of these products. 

However, solid products involve several serious drawbacks. 
Their production requires a high input of energy which does 
not seem justified as a result of the fact that only dis- 
solved, liquid products can be used, i.e., all of the sol- 
ids must be dissolved prior to or during treatment. Han- 
dling and metering are somewhat complex. As a rule, meter- 
ing means for powdered products are not available in 
leather factories, so that the large amounts required have 
to be metered manually. On the other hand, leather facto- 
ries are equipped with metering units for liquids. Salts 
such as sodium sulfate are used as carrier substances which 
pollute the environment but do not have any positive effect 
in use-related terms. On the contrary, adverse effects on 
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the leather may even occur. Thus, the important quality pa- 
rameter regarding leachable inorganic compounds (DIN 53307) 
may be exceeded as a result of the high salt concentra- 
tions, which in turn may give rise to salt efflorescence on 
the leather or necessitate additional water-consuming wash- 
ing processes. 

It was therefore the object to find an agent which has both 
tanning and lubricating properties, as well as pH value- 
regulating properties, and which is present at room tem- 
perature in a liquid form having long shelf life. When di- 
luted with water, a stable emulsion should be formed 
wherein the micelles would include both tanning agent and 
lubricant molecules. Thus, the agent must permit a compact 
procedure in wet dressing, i.e., at least the operations of 
neutralizing, retanning and lubricating in a single step. 
For this reason, the agent must include lubricants, retan- 
ning agents, substances regulating the pH value, and op- 
tionally further additives as components. 

Surprisingly, it has now been found that when using lubri- 
cants based on natural or synthetic unsaturated fats, oils 
or waxes subjected to an oxidative treatment prior to fur- 
ther chemical reaction, stable, liquid mixtures with tan- 
ning agents and substances regulating the pH value are ob- 
tained, which form entirely stable emulsions upon further 
dilution with water. 

The inventive liquid agent which is stable on storage and 
in emulsion and is used in wet dressing of leather and fur, 
enabling the operations of neutralizing, retanning and lu- 
bricating in a single bath in one single step, includes lu- 
bricants, retanning agents, substances regulating the pH 
value, and optionally further additives as components, and 
is characterized in that unsaturated fats, oils or waxes of 
natural or synthetic origin are used as starting materials 
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in the production of said lubricant, which are subjected to 
an oxidative treatment prior to further chemical reaction. 

The inventive oxidative treatment of the unsaturated fat, 
oil and wax starting materials must be effected in a way so 
as to reduce the iodine number by at least 20 units, but 
preferably by about 30 to 40 units- The oxidation can be 
performed by introducing atmospheric oxygen at temperatures 
between 70 and 120°C, or by using suitable oxidizing agents 
such as hydrogen peroxide. 

Following said oxidation process, further chemical reaction 
to yield the lubricant is effected in a well-known manner, 
e.g. by sulfation, sulf ochlorination, phosphating, ethoxy- 
lation, amidation, or by preparing the corresponding sulfo- 
succinates, with the aim of rendering the water-insoluble 
fats, oils and waxes emulsifiable in water. 

The basis for the lubricant component are all those natural 
or synthetic fats, oils and waxes which have sufficient un- 
saturated bonds so as to be susceptible to an oxidation 
process. Among the large number of potential starting mate- 
rials, lubricant components of natural origin may be exem- 
plified as follows: fish oils, colza oil, soya oil, leci- 
thin, and many others. Lubricant components of synthetic 
origin are e.g. polyunsaturated hydrocarbons with a chain 
length >C 12 , unsaturated fatty alcohols with a chain length 
>C 12 , unsaturated fatty acids with a chain length >C 12 , or 
esters of unsaturated fatty acids. 

Well-known vegetable and synthetic tanning agents are pos- 
sible as retanning agents. Vegetable tanning agents are ex- 
tracts from plants or plant parts (e.g. bark, fruits, wood, 
roots) containing pyrogallol or catechol and/or derivatives 
thereof. Synthetic tanning agents are e.g. condensation 
products of formaldehyde with aromatic compounds which may 
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also be present in their sulfonated form. Said condensation 
products can be processed further in the form of the free 
sulfonic acid or the lithium, sodium, potassium or ammonium 
salts thereof. Furthermore, condensation products of for- 
maldehyde with nitrogen bases such as urea, melamine, thio- 
urea, and dicyandiamide are possible as tanning agent com- 
ponent. Synthetic tanning agents also include polymer tan- 
ning agents which are water-soluble polymers based on ac- 
rylate, polyurethane or polybutadiene . Aldehyde tanning 
agents such as glutaric aldehyde, acetaldehyde and propion- 
aldehyde and other aliphatic aldehydes, as well as aldehyde 
acids such as glyoxylic acid are also possible. A detailed 
illustration and description of possible vegetable and syn- 
thetic tanning agents is given in Kurt Faber, "Gerbmittel, 
Gerbung und Nachgerbung" from the series "Bibliothek des 
Leders", Vol. 3 (Umschau Verlag, Frankfurt 1985) . 

Exemplary substances regulating the pH value include: alka- 
line earth oxides, alkali and alkaline earth hydroxides, 
ammonium compounds, as well as other inorganic and organic 
salts showing a basic reaction. 

Said optional other components are understood to be materi- 
als which do not necessarily have to be components of the 
agent according to the invention, yet can be a component 
that is required in a formulation in a particular case. 
They include solvents such as alcohols or hydrocarbons, 
preservatives, antioxidants, fillers such as urea or rock 
salt, viscosity regulators such as mineral oils of varying 
viscosity, etc.. 

Accordingly, the agent of the invention includes the fol- 
lowing components (in wt.-%): 

a) lubricant 10-90%, preferably 20-80% 

b) tanning agent 10-90%, preferably 20-80% 

c) pH-regulating substances 1-30% 
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and optionally 

d) other additives 0-30% 

The components are mixed and homogenized by stirring, e.g. 
in a stirred reactor at temperatures between 20 and 90°C, 
preferably at temperatures between 30 and 60°C. There are no 
particular requirements as to the design of the stirring 
apparatus. The products obtained are clear, liquid and en- 
tirely stable when stored. Storage stability is ensured 
both at low temperatures, e.g. down to -30°C, and high tem- 
peratures, e.g. up to 60°C. 

By using the agents according to the invention, the formu- 
lations for leather wet dressing are simplified considera- 
bly. Following washing of the leather so as to remove shav- 
ings and possible dirt, water in an amount of 20-200%, 
preferably 50-150% (relative to the shaving weight) , and 5- 
30%, preferably 10-25% of the agent according to the inven- 
tion are added to the leather. As a rule, the agent of the 
invention is preremulsif ied using a four- to eightfold 
amount of water, thereby forming an entirely stable, opaque 
emulsion, the micelles of which include both tanning agent 
and lubricant molecules. These emulsions are stable over a 
long period of time, with no separation into the components 
occurring. However, direct metering without previous prepa- 
ration of an emulsion is also possible. The process tem- 
peratures are from 20 to 60°C, preferably from 30 to 50°C. 

Following a treatment period of 1-4 hours, preferably 2-3 
hours, a pH value of from 3.5 to 3.8 is adjusted using or- 
ganic acids, and the leathers are finished in a conven- 
tional operation. Dyeing of the leathers can be performed 
either by adding a dye during the aforementioned process or 
in a subsequent, additional operation. 
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Using the agent according to the invention, virtually all 
types of leather such as furniture leathers, car upholstery 
leathers, leathers for shoe manufacturing, clothing leath- 
ers, as well as technical leathers can be produced. The 
composition of the agent of the invention can be varied de- 
pending on the requirements to be met by the leather to be 
produced. Thus, for example, strong, firm types of leather 
require a higher percentage of tanning agent and a lower 
percentage of lubricant. Correspondingly, the amount of lu- 
bricant prevails in soft types of leather. Obviously, the 
type of components incorporated in the product also has an 
influence on the leather character of the resulting 
leather. Such variations of composition do not adversely 
affect the stability properties of the inventive agents and 
emulsions thereof . 

The use of the liquid agent according to the invention of- 
fers a variety of advantages to the user. Not more than one 
single product is necessary in wet dressing, which product 
can be stored in a tank and metered automatically- This is 
advantageous both in logistic and cost-related terms. The 
exceedingly short process time represents a gain in capac- 
ity, saving possible investment cost. As a result of such 
simultaneous processing, significant amounts of water and 
waste water are saved, which is advantageous both in cost- 
related and ecological terms. 

With reference to the examples, the production and use of 
the agent according to the invention will be illustrated in 
more detail below. 

Production example 1 : 

Component A (lubricant) : colza oil having an iodine number 
of 110 is oxidized at 90°C with atmospheric oxygen down to 
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an iodine number of 80. After completed oxidation, this is 
ethoxylated using 10 mol of ethylene oxide and subsequently 
sulfonated to obtain a content of organically bound S0 3 of 
about 2.0%. 

Component B (tanning agent) : synthetic tanning agent based 
on a condensation product of phenolsulf onic acid, phenol, 
urea, and formaldehyde, and having a dry substance of 50%. 

Component C (pH-regulating agent) : sodium formate, mono- 
ethanolamine . 

In a stirred reactor, 58 parts of component A and 30 parts 
of component B are added with 10 parts of sodium formate 
and 2 parts of triethanolamine and stirred to homogeneity 
at 60°C. A water content of 40% is adjusted by adding decar- 
bonized water. A golden yellow, oily product is formed, 
which is entirely stable when stored within a temperature 
range of from -20 to +50°C and forms entirely stable, finely 
disperse emulsions upon dilution with water. 

Production example 2 : 

Component A (lubricant) : fish oil having an iodine number 
of 130 is mixed homogeneously with tall oil fatty acid 
methyl ester having an iodine number of 155 at a ratio of 
1:1, and this is subjected to an oxidation with atmospheric 
oxygen at 110°C. The reaction is carried out until an iodine 
number of the mixture of 100 is reached. The reaction prod- 
uct subsequently is subjected to sulfonation and neutral- 
ized with triethanolamine. The product has a content of or- 
ganically bound S0 3 of 4.5%. 

Component B (tanning agent) : a condensation product of for- 
maldehyde and dihydroxydiphenylsulfone having a dry sub- 
stance of 45% and a Na polyacrylate having an average molar 
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mass of 25, 000 g/mol and a dry substance of 35% are mixed 
to homogeneity at room temperature. 

Component C (pH-regulating agent) : ammonium acetate, tri- 
ethanolamine . 

Component D: urea, chloroacetamide. 

In a stirred reactor, 35 parts of component A, 50 parts of 
component B, 5 parts of ammonium acetate, 0.5 parts of tri- 
ethanolamine, 9 parts of urea, and 0.5 parts of chloroacet- 
amide are mixed to homogeneity at 50°C and adjusted to a wa- 
ter content of 60% using decarbonized water. The pH value 
is checked and optionally adjusted to 7.8 - 8,2 using tri- 
ethanolamine . A dark-brown, clear product is formed which 
is stable when stored. A milky-opaque, stable emulsion is 
formed upon dilution with water at a ratio of 1:10. 

Use example 3 : 

Australian sheep pickled pelts were subjected to a conven- 
tional chrome tanning. The "wet blues" thus obtained were 
shaved to 0.6 mm and finished according to the following 
compact formulation using the inventive agent from Example 
1, wherein neutralizing, tanning and lubricating were per- 
formed simultaneously in one single bath. The agent from 
Example 1 was emulsified at a temperature of 40°C, using the 
fivefold amount of water. The percentages relate to the 
shaving weight. 
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Operation 



Washing 



Agent 



Water 



Amount Temp. Time pH 



200% 30°C 20 min 3.8 



Discharge bath 

Neutralization/ 

Retanning/ 

Lubrication 



Water 

Agent from Example 1 
Pre-emulsified with water 1 :5 



150% 

20% 40°C 



90 min 5.9 



Dyeing 



Anionic dye 



Acidification Formic acid 85% 



3% 



1 .5% 



90 min 

60 min 3.8 



Washing 



Water 



200% 30°C 20 min 



The leathers were finished according to conventional opera- 
tion, and they were soft, grain crack-resistant and exhib- 
ited even dyeing. 

Use example 4 : 

Cowhide "wet blues" from Southern German crude hides with a 
shaving thickness of 1.2 mm were processed into furniture 
leather according to the following formulation, using the 
agent from Example 2 . The agent from Example 2 was employed 
directly without previous emulsifying. The percentages re- 
late to the shaving weight. 
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Operation 



Washing 



Agent 



Water 



Amount Temp. Time pH 



200% 30°C 20min 3.9 



Discharge bath 



Neutralization/ 

Retanning/ 

Lubrication 



Water 

Agent from Example 2 



100% 

19% 40°C 90 min 6.2 



Dyeing 



Acidification 



Anionic dye 



Formic acid 85% 



4% 



2% 



90 min 

60 min 3.7 



Washing 



Water 



200% 30°C 20 min 



The leathers were finished according to conventional opera- 
tion. The finished leathers were remarkable for their soft- 
ness with simultaneous grain crack resistance and fine, 
even grain. Dyeing was even with respect to surface and 
cross-section. 



0013-lUS.doc - 12 - 

What is claimed is: 

1 . A liquid agent which is stable on storage and in emul- 
sion and is used in wet dressing of leather and fur, 
which agent includes as components: 

a) lubricant, 

b) re tanning agent, and 

c) substances regulating the pH value, 

as well as optional further components, and enables the 
operations of neutralizing, retanning and lubricating 
in one single bath and in one single step, character- 
ized in that unsaturated fats, oils or waxes of natural 
or synthetic origin are used as starting materials in 
the production of said lubricant, which are subjected 
to an oxidative treatment prior to further chemical re- 
action. 

2. The agent for wet dressing of leather or fur according 
to claim 1, characterized in that the iodine number is 
reduced by at least 20 units in said oxidative treat- 
ment, and that the oxidative treatment is performed us- 
ing atmospheric oxygen or other suitable oxidizing 
agents . 

3. The agent for wet dressing of leather or fur according 
to claim 1 , characterized in that said further chemi- 
cal reaction of the fats, oils and waxes treated by 
oxidation is sulfation, phosphating, ethoxylation, ami- 
dation and/or a reaction to yield sulfosuccinates, or a 
combination of these processes. 

4. The agent for wet dressing of leather or fur according 
to claim 1 , including 

a) 10 - 90 wt.-% of a lubricant, 

b) 10 - 90 wt.-S of a retanning agent, 
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c) 1-10 wt.-% of a substance regulating the pH 
value, and 

d) 0-30 wt.-% of further additives. 

5. Use of the agent according to claims 1 to 4 in the form 
of an aqueous solution or dispersion for finishing 
leather or fur in one single bath and in one single 
treatment step. 
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(84) Bestimmungsstaaten (regional): europaisches Patent (AT, 
BE, CH, CY, DE, DK, ES, FI, FR, GB, GR, IE, IT, LU, MC, 
NL, PT, SE). 

Veroffentlicht: 

— mit internationalem Recherchenbericht 

Zur Erklarung der Zweibuchstaben-Codes und der anderen 
Abkurzungen wird auf die Erklarungen ("Guidance Notes on 
Codes and Abbreviations") am Anfangjeder regularen Ausgabe 
der PCT-Gazette verwiesen. 



(54) Title: LEATHER FINISHING AGENT 

^3 (54) Bezeichnung: MITTEL ZUR AUSRUSTUNG VON LEDER 

(57) Abstract: The invention relates to liquid agents for the wet reconditioning of leather, enabling simultaneous one dip retanning, 
\0 oiling and other forms of finishing. The inventive agents are obtained by using unsaturated fat, oil, waxes of a natural or synthetic 
origin as starting materials in the production of the oiling agent, and by making said starting materials undergo oxidative treatment 



On 



before any further chemical treatment. 



(57) Zusammenfassung: Flussige Mittel zur Nasszurichtung von Leder, welche eine einbadige simultane Nachgerbung, Fettung 
^ und sonstige Ausrustung ermoglichen, werden erhalten, wenn fur die Herstellung des Fettung smittels als Ausgangsstoff ungesattigte 
^ Fette, Ole oder Wachse natiirlichen oder synthetischen Ursprungs verwendet werden, die vor einer weiteren chemischen Umsetzung 

einer oxidativen Behandlung unterzogen worden sind. 
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Attorney's Docket No. 18584-0003 



(Foreign associate use only) 

DECLARATION AND POWER OF ATTORNEY 

As a below named inventor, I hereby declare that: 

My residence, post office address, and citizenship are as stated hSk^mf^^9 name. I believe I am the original, first and sole 
inventor (if only one name is listed below) or an original, first aSTpnTinventor (if plural names are listed below) of the 
subject matter which is claimed and for which a patent is sought on the invention entitled: Leather Finishing Agent, the 
specification of which 

1 | is attached hereto. 

[xl was filed on 2 / 1 5 1 0 2 a a Application No. 10/069,159 and was amended (if applicable) on . 

1 hereby state that I have reviewed and understand the contents of the above-identified specification, including the claims, as 
amended by any amendment referred to above. 1 do not know and do not believe that the same was ever known or used by others 
in the United States of America before my or our invention thereof, or patented or described in any printed publication in any 
country before my or our invention thereof or more than one year prior to the date of this application. 1 further state that the 
invention was not in public use or on sale in the United States of America more than one year prior to the date of this application. 
/ understand that 1 have a duty of candor and good faith toward the Patent and Trademark Office, and I acknowledge the duty to 
disclose information which is material to patentability as defined in Title 37, Code of Federal Regulations, §1 .56. 

I hereby claim foreign priority benefits under Title 35, United States Code §1 19(a)-(d) or §365(b) of any foreign application(s) for 
patent or inventor's certificate, or §365(a) of any PCT international application which designated at least one country other than 
the United States of America, listed below and have also identified below any foreign application for patent or inventor's 
certificate disclosing subject matter in common with the above-identified specification and having a filing date before that of the 

application on which priority is claimed: „ 1TCrRnQ 
Country App. No. Date of Filing Priority Claimed Under 35 USC §119 

Yes No 

1 hereby claim the benefit under Title 35, United States Code, § 120 of any prior United States application(s), or §365(c) of any 
PCT international application designating the United States of America, listed below and, insofar as the subject matter of each 
claim of the present application is not disclosed in the prior United States or PCT international application in the manner provided 
•by the first paragraph of Title 35, United States Code §112, I acknowledge the duty to disclose information which is matenal to 
patentability as defined in Title 37, Code of Federal Regulations §1.56, which became available between the filing date of the 
prior application and the national or PCT international filing date of this application: 

A pplication No. Filing Date Status: patented, pending , , abandoned 
PCT/EPOO/05560 June 16. 2000 Pending 

I further declare that all statements made herein of my own knowledge are true and that all statements made on information and 
belief are believed to be true; and further that these statement were made with the knowledge that willful false statements and the 
like so made are punishable by fine or imprisonment, or both, under Section 1001 of Title 18 of the United States Code, and that 
such willful false statements may jeopardize the validity of the application or any patents issuing thereon. 

I hereby authorize the U.S. attorneys named herein to accept and follow instructions from Sternagel Fleischer Godemeyer, as to 
any action to be taken in the Patent and Trademark Office regarding this application, without direct communication between the 
U.S. attorney and the undersigned. In the event of a change in the persons from whom instructions may be taken, the U.S. attorney 
named herein will be notified by the undersigned. 
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POWER OF ATTORNEY: The following attorneys are hereby appointed to prosecute this application and transact all business 
in the Patent and Trademark Office connected therewith: Peter G. Pappas - 33,205; Daniel J. Warren - 34^272; William L. Warren 
- 36,714; Michael S. Pavento -42^985; Lisa M. Cobern - 44,669: Robert A. Lester 
-42,731 



-47,754; Kevin W. King- 



■ 24,004; Erinn C. Kelly - 44,822; Jerry C. Liu 
rjohn D. Hamann - 45,527; and Mark E. Henderson - P5 1,144. 



Send correspondence to / SUTHERLAND ASBILL & BRENNAN LLP 
9 99 Peachtree Street. NE 
Atlanta, GA 30309-3996 



Direct telephone calls at (404) 853-8000 to 
William L. Warren 



Full name of first inventor: , Heinrich Francke 



Citizenship: Germany 



Residence: 



Westerwaldstrasse 14, D-56335 Neuhausel, GERMANY 



Post Office Address: 



Inventor's signature 



Date: < 
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Full name of second inventor: 


Jorg-Detlev Slumm 


Citizenship: Germany ^ 


R^QiHRnrP- Fnrsthansstrasse 9. D-56340 Dachsenhausen, GERMANY Dfc: 


Post Office Address: 


r 






Inventor's signature X* \ 


0 - 


Mia 


Date-K /A OX 2001 
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